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DART AEROSPACE LTD 
Work Order: 
7 ::2,3:::) I f\ 


Description: 
Fitting 
Part Number: 
03299.1 
F. 
I 


Owg: 03299 Rev. "I'l- U,//r1'II.'c 
Otv: 
z.~ I 
, 
Page 1 of1' 
rI'c;lzs 


f,u 


Step 
Location 
Procedure 
B 
Date 
Qtv 
1 
DC 
Issue Traveler 
:jx 
2<; 
,').0\. 1'; 
2 
MC 
Cut blank: 2.200" long 
Malerial: 6061.T6 
(QQ-A-200/8 
or QQ-A.225IB) 
1.625" Hex 
(M6061T6H1.62S) 
Batch M\'b?-5 56cslc? I~c.~b 
Identify as 03299-1 
3 
MC 
Turn as per folio FA451 and Dwg 03299 
:5 .G 05107/36 X 
4 
QC2 
Inspect parts as they come off the eNC machine 
:5~GSI07i-J6 ~b 
5 
MV 
Machine as per Folio FA451 and Dwg 03299 
-g,;:. 
C~-u;'C 
;/. 
'f 
6 
QC2 
Inspect parts as they come off the eNC machine 
"",. 
o<.c'l('-~t ,. 


7 
QC8 
Second check 
Ie.", 
0')-(pr;-o./o 
2-<6 
8 
MV 
Deburf 
"c, 
(;<;-c.""-oJJ' 
"'6 
9 
PG 
Issue P/O: ,-V 0 
,f.( 
p,Jo?fC? 
oJ(, 
Anodize as per Dwg 03299 
Possible Supplier: TNM 
Paint 
Material 
release note is reouired 
10 
RG 
Receive and Inspect for transit damage 
z:~::o'O/{{'S 
1, 
Ensure material release note is attached 
. 
11 
QCS 
Inspect work to Step 10 
/./ .<.-.• ~ (<{ iJ':f /1 


12 
ST 
Identify and Stock 
'Z..,,/.tI 
' 
, .? 
,'1, ott,,/I'1 
I 
I~ 
.- 
..'. 
, . ,II"?~- 
# ,..il'! 
-. 
~ 


13 
AC 
Q?~t:~ 
, 
" 
Cost! 
part: Z If' S J 
5"''1r 
•.f .•••. 7'. 
/ 
14 
DC 
Close WIO 
Z ,/, / 2. 
~ 
' 
.1. '/Jr. 
Insoect Level 21 


Rev 
Date 
Chan 
e 
A 
04.10.04 
New issue 
Revised 
8 
KJIJLM 
ov 


H:\Form~,auality Assurance'Approved 
QA\lPPSHORT 
!"evA 


.- 


• 
• 
,RT AEROSPACE 
LTD 
Work Order: 


Descri 
tlon: FiUin 
Part Number: 


Ins 
e~t1onDwg: 
D3299 
Rev: B 


FIRST ARTICLE INSPECTION CHECKLIST 
o First Article 
D Prototype 
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Drawing 
Actual 
Method of 
Tolerance 
Accept 
Reject 
Inspection 
Comments 
Dimension 
Dimension 


1.25 
+1-0.030 
,«uIi.7<1. 
...--- 


0.476 
+0,000/-0.005 
O'.'-\ll. 
/ 
0550 
+/-0.010 
o.SS5 
./ 
1.00 
+'.0.030 
o."''''l 
..I 
2.10 
+}-0.030 
~. \0\ 
/ 


0.773 
+/-0.010 
, "1-.••.5 


0.10 
+/-0.030 
6 
r \ 05 
./ 


0.20 
+/-0.030 
1(') 
'd.e<l 
..I 
0.550 
+/-0.010 
h r;'t 8 
J 
MOW Max - 0.573 
Max = 0.573 
0_ Sbb ,./ 
Min = 0.565 
00.302 
+0.005/-0.000 
0.306 
./ 
--- 
-- 
00.688 
+0.005/-0.000 
, '"ilK 
---- 


00.580 
+0.005/-0.000 
.""'i;'C- 
~ 


53' 
+/_0.5° 
S 3 
0 
J 
1.09 
+1-0.030 
1.1 "Zu 
----- 


Audited by: 
~ 


Date: 
0 
0& 


Prototype 
Approval: 


Date: 


N/A 


N/A 


Rev 
Date 
Change 
Revised 
bv 
Approve~ 
A 
04.11.12 
New Issue 
KJ/JLM 
.---, // 
8 
05.05.25 
00.302 
was 12'0.312; 
1.09 added 
KJ/JLM 
/f/ 
/ I 


H~\FORMS\aU8Iity 
Assurancelapproved 
QA\FAI 
revD 


•• 
11'lIVl 


~o.d..~ 
~- 


AIVUUJ;)AllUN 
et l'JilN'l'UKt: 
1~\'i'"fINC. 
21 cJlf'min d€ ['Aviation, 
QC Jl9R 4Z2 
Telephone: 
(514) ./29-7777 
Fax: (5/4) 429-5108 
Cer/ijii ISO 900/-2000/150 
9001-2000 certified 
Certifie NAlJCAl' 
/ NADCAP 
certified 


C. OFC 


43166 


01-Sep-2005 


CERT/FICATE 
OF COMPUANCE 
CERT/FICAT DE CONFORMITE 


STRIP 
AND REANODtZE 
BLUE 
ANODIZE 
PER M1L.A.8625F 
TYPE II CLASS 
2 ALL 
OVER 


CLIENT / CUSTOMER, 


DART AEROSPACE 
LTO. 


1270 ABERDEEN 
STREET 


HAWKESBURY 
. ONTARIO 


K6A lK7 


2 


03299.1 


03299.3 


PURCHASE ORDER! 
XO. DE COMAIANDE: 


'MB"l.'R &. Dfo:;ScRWTU1N 


B23302 


2008571 


PART 
PROCESS'& 
TRE 
ENT 


STRIP 
AND REANOQIZE 
BLUE 
ANODIZE 
PER M1L.A.8625F 
TYPE II CLASS 
2 ALL 
OVER 


NOlls certilions 
que les pieces enumcrees 
ont etc trailet's. 
t('stees 
(.t impcctccs 
selon les specificati, 
Les cartes de travail 
ont etc remplics 
ct sont disponiblcs pour l"Ollsultation, sur demande. 


All part~ are proces-wd, 
tested, and inspected 
to the requirements 
of abo\'C specifications. 
Travel 
cards han 
been Iiled lmd are a,'ailable 
for \'icwing upon request, 


Signature/Signed: 
Directellr de fa Q"a!jte I Q..4. M{!~ager 


Page 1 of 1 
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